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Amendments To The Claims 



The listing of claims presented below will replace all prior versions, and listings, 
of claims in the application. 
Listing of claims; 

1 . (currently amended) A protective coat formed on the top surface of a substrate, or 
on the top surface of a thin film layered body formed on the substrate, comprising silicon 
oxynitride in which the atomic ratio of Si/O/N is 100/X/Y (130<X+Y<180, 10<X<135, 5< 
Y <150) . wherein the substrate or the top surface of the thin film layered body on 
which the protective coat is coated is selected from the group consisting of 
acrylic UV curable resins, polyethylene naphthalate and polyetheresulfone . 

2. (original) The protective coat according to claim 1 , wherein a thin film layered body 
that includes an organic luminescent layer is further formed on the top surface of the 
protective coat. 

3. (original) The protective coat according to claim 1 , wherein the protective coat is 
formed on a substrate having a color filter layer formed thereon. 

4. (withdrawn) A method for producing a protective coat formed on the top surface of a 
substrate, or on the top surface of a thin film layered body formed on the substrate and 
comprising silicon oxynitride in which the atomic ratio of Si/O/N is 100/X/Y 
(130<X+Y<180, 10<X<135, 5<Y<150), wherein the protective coat is formed by a 
sputtering method in which silicon nitride is used as a target material, an inert gas is 
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used as a sputtering gas, and N 2 is used as a reactive feed gas. 

5. (withdrawn) A method for producing a protective coat formed on the top surface of a 
substrate, or on the top surface of a thin film layered body formed on the substrate and 
comprising silicon oxynitride in which the atomic ratio of Si/O/N is 100/X/Y 
(130<X+Y<180, 10<X<135, 5<Y<150), wherein the protective coat is formed by an ion 
plating method in which silicon nitride is used as a material and N 2 is used as a reactive 
feed gas. 

6. (withdrawn) The method for producing a protective coat according to claim 4, 
characterized in that the oxygen component of the obtained protective coat comprising 
the silicon oxynitride is incorporated into the composition of the protective coat by 
degradation of moisture that was present in the substrate or the thin film layered body or 
in the reaction apparatus. 

7. (withdrawn) The method for producing a protective coat according to claim 4, wherein 
the protective coat comprising the silicon oxynitride is produced using an in-line 
sputtering apparatus, employing conditions of an applied output of 2.50 to 7.00 W/cm 
and a distance between the target and the substrate of 12 cm or less. 

8. (withdrawn) The method for producing a protective coat according to claim 6, wherein 
the protective coat comprising the silicon oxynitride is produced using an in-line 
sputtering apparatus, employing conditions of an applied output of 2.50 to 7.00 W/cm 
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and a distance between the target and the substrate of 12 cm or less. 

9. (withdrawn) The method for producing a protective coat according to claim 5, 
characterized in that the oxygen component of the obtained protective coat comprising 
the silicon oxynitride is incorporated into the composition of the protective coat by 
degradation of moisture that was present in the substrate or the thin film layered body or 
in the reaction apparatus. 

10. (currently amended) A protective coat formed on the top surface of a substrate, 
or on the top surface of a thin film layered body formed on the substrate, comprising two 
or more layers having at least a comparatively thin first layer formed on the top surface 
of a substrate, or on the top surface of a thin film layered body formed on the substrate, 
and a comparatively thick second layer formed on the top surface of the first layer and 
having a different composition from the first layer, wherein the first layer is an oxide film 
and the second layer is a nitride oxide film or a nitride film, and wherein the first layer 
has a thickness of 200 A - 1 500 A , and the second layer has a thickness of 1 500A - 
3Q00A) , and wherein the substrate or the top s_urface of the thin film layered body 
on which the protective coat is coated is selected from the group consisting of 
acrylic UV curable resins, polyethylene naohthalate and polvetheresulfone , 

11. (original)The protective coat according to claim 10, wherein the first layer is an oxide 
film and the second layer is a nitride oxide film or a nitride film. 
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12. (previously presented) The protective coat according to claim 10, wherein the first 
layer is a silicon oxide film and the second layer is silicon oxynitride or silicon nitride. 

13. (original) The protective coat according to claim 12 t wherein the second layer is 
silicon oxynitride in which the atomic ratio of Si/O/N is 100/X/Y (130£X+Y<180, 
10<X<135, 5<y<150). 

14. (previously presented) The protective coat according to claim 10, characterized in 
that the first layer does not grow in an island shape, but forms a continuous layer 
uniformly covering the lower layer, and has a thickness of 200 A - 1500 A. 

15. (original) The protective coat according to claim 10, wherein a thin film layered body 
including an organic luminescent layer is further formed on the top surface of the 
protective coat. 

16. (original) The protective coat according to claim 10, wherein the protective coat is 
formed on a substrate having a color filter layer formed thereon. 

17. (withdrawn) A method for producing the protective coat according to claim 10, 
characterized in that a protective coat comprising two or more layers of different 
compositions is formed in a vacuum process using the same raw materials for film 
formation by controlling a conveying speed, wherein the first layer is produced while 
being allowed to react with a component of gas emitted from the substrate or the thin 
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film layered body formed on the substrate, and subsequently, at the time of formation of 
the second layer, the obtained first layer acts as a cap layer to block the gas emitted 
from the substrate or the thin film layered body formed on the substrate. 

18. (withdrawn) The method for producing a protective coat according to claim 16, 
characterized in that the first layer is an oxide film and the second layer is a nitride oxide 
film or a nitride film, wherein the oxygen component of the obtained protective coat is 
incorporated into the composition of the protective coat by degradation of moisture that 
was present in the substrate or the thin film layered body or in the reaction apparatus. 

19. (currently amended) A protective coat formed on the top surface of a substrate, 
or on the top surface of a thin film layered body formed on the substrate, comprising 
silicon oxynitride in which the atomic ratio of Si/O/N is 100/X/Y (130<X+Y<180, 
10<X<135, 5< Y<150> made from a sputtering method in which silicon nitride is used as 
a target material, an inert gas is used as a sputtering gas, and N 2 is used as a reactive 
feed gas , and wherein the substrate or the top surface of the thin film layered 
body on which the protective coat is coated is selected from the group consisting 
of acrylic UV curable resins, polyethylene nap h thai ate and polvetheresulfone . 

20. (previously presented) The protective coat according to claim 19, wherein a thin film 
layered body that includes an organic luminescent layer is further formed on the top 
surface of the protective coat. 
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